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MaodpeTeaae othochtc* k qepuoft Merajuiyp- 

ruH, a uMcnno k cnoto<5y npbiLjouuima bucuku* ' 

xpoMHcmx « Apymx xoMiuwcHO-JierMpoBaji- 
hmx oepacaBexxuHx cTa/ieft t b tom imcae jicm- 
- pooannux TMraBOM. 5 
HaBecTHhifi onocoG jianyHeuu* Hep*Bse*wueB • ' 
xpoMCOAepxcaiueA crajiH BXAxmeT a cefa 'pac* 
iwaaieHHe uihxth, otfeayiviepoauiaaHae paV"' 
naaaa, pacKHcjerme, JicrapoBaHHe. h aunycic 
luiaBKH a KOBoi noA nepBWHHWM maaitOM. B aaa- 
ay do xoAy* luiaaKM bboa«t OKHoihi Mapraaaa. 
OcHOBHOCTb uuiaxa aepea aunycxoM juiibkh Ha 
ne*H yaeaH^aaioT nyreii lipkcaW MapraHtyfr- 



punycK rwaBKH ocytuecrwinb^ ^ 
up b ct^epawiifloiHua K^i^iipir bcSo^w v 

BBHHCM M^TaAaa THTBHOM, 5*; ^. " 
BuiwiaBKa. CTa«M no Hoaojuy cnppody aamuo- 

neib Barpy^am ncfa4uiH«iccKyjo immyi 
M?ayjp py A y. okhouj iwb Kap<$o H aTH MapfaHBd 
aocHOBHuc uuaKoo^paayiouiHe uaTCpHajiu..3a* 
w Tea* b oOmhhom nopjiAxe paauiaBjuriOT a <X5eavr* 
Jiepo^«Ba^T pttwwaa. n pK 3tom flpoAywcy 

ra^. nepea cronop»Tc4 oxBepcrHc rt£eiBBai£ ^ 

BD BTOpoft KOBm. TAe npOBOABT .ACWDOBaHHe ^ 

lar^awaM^ 



-uixui^ m arcpaajm. WJ 
awiaic pAHaico 3tot onoco6 ^xapaicTcpMaW^ 
aeAocraTpsHMM ji3BAe?cBHeM xpoua 'Si' h/d&h-'&S* 

>:pejwapM craaa H3 ^Boiai kol_. _ _ 
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(54) METHOD FOR OBTAINING STAINLESS STEEL 

1 

The invention relates to ferrous metallurgy, and specifically to a method for producing 
high-chromium and other complex alloy stainless steels, including steels alloyed with 
titanium. 

A known method for obtaining chromium-containing stainless steel includes melting 
the mixture, decarburizing the melt, deoxidizing, alloying, and tapping the melt into a ladle 
under the primary slag. Manganese oxides are introduced into the bath during melting. The 
basicity of the slag before the melt is tapped from the furnace is increased by adding 
manganese or chromium ores and lime. Then the metal is transferred to a second ladle 
through the taphole, where alloying with easily oxidizable elements such as titanium is 
carried out. Slag-forming materials or liquid, synthetic slag are also added to the ladle. 
However, this method is characterized by insufficient recovery of chromium and manganese 
from the ore, and difficulties associated with transfer of the steel from ladle to ladle. 

The aim of the invention is to improve recovery of chromium, manganese, and nickel 
and to increase the throughput of the steel smelter. 

For this purpose, manganese oxides or carbonates are added before deoxidizing, after 
which the metal and slag are purged with inert gas, and 



350833 



2 

the melt is tapped directly into the steel-pouring ladle with a slag basicity no less than 1.3, 
with simultaneous alloying of the metal with titanium. 

Smelting steel by the new method involves the following. The steel smelting furnace 
is charged with a metal mixture, chromium ore, manganese oxides or carbonates, and basic 
slag-forming materials. Then the melt is melted and decarburized according to the usual 
procedure. In this case, purging is done with oxygen or a mixture of oxygen and a neutral 
gas, and when smelting nitrogen-containing steels, it is purged with a mixture of oxygen and 
nitrogen. The furnace can be partially or completely charged with chromium ore (if it is 
used), manganese oxides or carbonates after decarburization of the metal. For recovery of 
chromium, manganese, and iron from the slag, reducing agents such as silicochromium or 
ferrosilicon are added to the bath, and stainless steel scrap or appropriate steel scrap is added 
to reduce the temperature of the metal. Then the bath is mixed by purging with neutral gas 
and nitrogen. 

From results of analysis of metal samples taken after decarburizing, the metal 
composition is corrected and the melt is tapped into a ladle without preliminary skimming of 
the slag. For a slag basicity no 
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less than 1.3, the steel is alloyed with titanium in the ladle. The steel is teemed by the 
conventional method. 

Subject of the invention 
A method for obtaining stainless steel, including melting a mix, decarburizing the 
melt, deoxidizing, alloying, and tapping the melt into a ladle under the primary slag, 
distinguished by the fact that, with the aim 
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of improving recovery of chromium, manganese, and nickle and increasing the throughput of 
the steel smelter, manganese oxides or carbonates are added to the bath before deoxidizing, 
after which the metal and slag are purged with inert gas, and the melt is tapped into the steel- 
teeming ladle with a slag basicity no less than 1.3, with simultaneous alloying of the metal 
with titanium. 
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